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(54) Laminated SOI substrate and producing method thereof 



(57) An Insulation f 3m (2) is formed on a first single 
crystal silicon substrate (1), e.g.. a hydrogen anneal 
substrate, an intrinsic gettering substrate and an epitax- 
ial substrate. Hydrogen implantation is carried out from 
a surface of this insulation film, thereby forming a hydro- 
gen implantation region in the first single crystal silicon 
substrate. Then, by carrying out a thermal treatment at 
400 to 500°C. voids (4) are formed in the hydrogen 



implantation region, and the first single crystal silicon 
substrate is cleaved therefrom. Next the surface of the 
insulation f 3m and a surface of a second single crystal 
silicon substrate' (5) are laminated and then, they are 
subjected to a thermal treatment at 1.000°C or higher. 
With this method, a bad influence on a device can be 
reduced and a yield can be enhanced. 
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Description 

BACKGROUND OF THE INVENTION 
Field of the Invention 

[0001] The present invention relates to a laminated 
SOI (Silicon On Insulator) substrate preferable for a 
semiconductor device and a producing method thereof, 
and more particularly, to a laminated SOI substrate tor 
recbcing a bad influence on a device, and a producing 
. method thereof. 

Description of the Related Art 

[0002] As a method for producing a super thin film SOI 
substrate by a lamination technique, there Is known a 
smart-cut process utilizing a phenomenon that a semi- 
conductor substrate is cleaved by void formed by charg- 
ing a targe amount of hydrogen (Proceedings 1996 
IEEE International SOI conference, p152). RgalA to 
1E are sectional views sequentially showing a produc- 
ing method of the SOI substrate by the conventional 
smart-cut process. 

10003] In the producing method of the SOI substrate 
according to the conventional smart-cut process, silicon 
f3m dicodde 22 which is an insulation is first formed on a 
single crystal silicon substrate 21 as shown in Hg.tA. A 
surface area of the single crystal silicon substrate 21 win 
be a device forming area finally. On the surface area, so 
oxygen deposition or crystal defect region 28 such as 
nucleus of the oxygen deposition which is caOed a 
growrvfo defect as a general term exists. 
[0004] Next as shown In Fig.lB, hydrogen ion is ion 
implanted from a surface of the silicon f 3m dioxide 22 by ss 
a dose amount of about 10 16 to 10 17 (atoms/cm 2 ). For 
this reason, a hydrogen implanted region 23 is formed 
in the single crystal silicon substrate 21 . 
[0005] Then, as shown in Fig.1 C, a surface of the sili- 
con fflm dioxide 22 and a surface of another single crys- ao 
tal siGcon substrate 25 are laminated at a room 
temperature, and are subjected to a thermal treatment 
at 400 to 500°C. thereby forming voids 24 fan the hydro- 
gen implanted region 23. 

[0006] At that time, as shown in Rg.1D. the single 45 
crystal silicon substrate 21 is cleaved by the voids 24 
formed In the hydrogen implanted region 23. 
[0007] Next, a thermal treatment at about 1,000»C or 
higher is carried out for several hours to strongly adhere 
the laminated surfaces of the silicon file dioxide 22 and bo 
the single crystal silicon substrate 25. Then, a surface of 
the cleaved single crystal silicon substrate 21 is pol- 
ished to form a mirror surface to complete the SOI sub- 
strate. 

[0008] Then, the SOI substrate produced in this man- es 
ner Is advanced to a device forming step. 
[0009] However. In the laminated SOI substrate pro- 
duced by the above-descrbed conventional method. 



there are problems that particles are generated in the 
device produced using the SOI substrate, or bonding 
leakage, element separation characteristic and pres- 
sure resistance of gate insulation film are deteriorated. 

6 

SUMMARY OF THE INVENTION 

[0010] It is an object of the present invention to pro- 
vide a laminated SOI substrate and a producing method 
io thereof in which a bad Influence on a device can be 
reduced and a yield can be enhanced. 
[0011] A laminated SOI substrate according to the 
present invention comprises a first single crystal silicon 
substrate and a second single crystal silicon substrate 
is laminated on each other with an insulation f 3m inter- 
posed therebetween. In the laminated SOI substrate, 
th e first single crystal silicon substrate has one kind of 
substrate selected from a group consisting of a hydro- ■ 
gen anneal substrate, an intrinsic gettering substrate 
20 and an epitaxial substrate. 

[001 2] In the present invention, hydrogen anneal sub- 
strate. Intrinsic gettering substrate or epitaxial substrate 
is used as the first single crystal silicon substrate on 
which a device is to be formed. Since crystal defects on 
2S a surface area of these substrates are extremely few, 
voids are suppressed from being formed on the sub- 
strate during the producing process. Therefore, H is pos- 
sible to reduce a bad influence on a device. 
[0013] A producing method of a laminated SOI sub- 
strate according to the present invention comprises the 
steps of: forming an insulation film on a surface of a first 
single crystal silicon substrate; forming a hydrogen 
implantation region In the first single crystal silicon sub- 
strate by carrying out hydrogen Implantation from a sur- 
face of the insulation film; and laminating the surface of 
the Insulation film and a surface of a second single crys- . 
tal silicon substrata In this producing method of the 
laminated SOI substrate, the first single crystal silicon 
substrate has one kind of substrate selected from a 
Croup consisting of a hydrogen anneal substrate, an 
intrinsic gettering substrate and an epitaxial substrate. 
[0014] In the producing method of the laminated SOI 
substrate according to the present invention, the first 
single crystal sSicon substrate includes a crystal defect 
region at a certain depth from a surface thereof. 
[001 6] hi the present invention, since the first single 
crystal silicon substrate includes the crystal defect 
region at a certain depth from a surface thereof. H the 
hydrogen implantation Is carried out, hydrogen is con- 
centrated on the crystal defect region to form the voids 
for deaving the substrate. That is, since voids are not 
formed In other regions, It is possible to reduce a bad 
Influence on a device. 

[0016] The crystal defect region may include at least 
one Kind of crystal defect selected from a group of misfit 
dislocation and oxygen deposition. 
[0017] Further, in the present Invention, a thermal 
treatment at a temperature of 1.000°or higher may be 
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carried out after the step of laminating the surface of the 
Insulation film and a surface of a second single crystal 
silicon substrata 

[0018] The misfit dislocation may be generated by 
forming, on a third single crystal silicon substrata, a sin- s 
gte crystal silicon layer having a resistance Hgher than 
that of the third single crystal silicon substrate by epitax- 
ial growth. 

[0019] In order to solve the above problems, the 
present inventors repeated experiments, and as a w 
result they found that since the crystal defect region 28 
(see Fig. 1A) existed irregularly in tie tingle crystal sili- 
con substrate 21 used in the conventional method, 
voids 24a ware formed also In the crystal defect region 
28 by the hydrogen implantation as shown In Fig.lC. is 
and the voids 24a remained in the single crystal silicon 
substrate 21 which is an active layer of the SOI sub- 
strate as shown in Rg.1 E and therefore, a bad influence 
was exerted on a device produced from this SOI sub- 
strata That is. in the producing meftod of the laminated zo 
SOI substrate by this smart-cut process, ft is important 
to control a place where the voids are formed by the 
hydrogen Irrplantation. A place where the voids are 
formed should be a place away from a surface where 
the hydrogen is implanted by a distance corresponding ss 
to a range of the hydrogen. However, if there is a region 
around such a place where hydrogen Ion such as defect 
is prone to concentrate, voids may be formed in such a 
region. Thereupon, ft is necessary to control the crystal- 
linfty on the surface of the basic single crystal silicon so 
substrate. In the present invention, a place where the 
voids are formed In controlled by Improving the crystal- 
Unity on the surface of the basic single crystal silicon 
substrate. 

[0020] With this feature, according to the present 55 
invention, the voids are formed in a predetermined posi- 
tion of the semiconductor silicon substrate, and the 
semiconductor silicon substrate is cleaved in the posi- 
tion where the voids are formed and therefore, 
remained voids can be reduced. Thus, a bad Influence 40 
on a device can be reduced and a yield can be 
enhanced. 

BRIEF DESCRIPTION OF THE DRAWINGS 

45 

[0021] 

Figs. 1 A to 1E are sectional views sequentially 
showing a producing method of the SOI substrate 
by a conventional smart-cut process; so 
Figs.2A to 2E are sectional views sequentially 
showing a producing method of a laminated SOI 
substrate according to a first embodiment of the 
present invention; and 

Figs.3A to 3E are sectional views sequentially ss 
showing a producing method of the laminated SOI 
substrate according to a second embodiment of the 
present invention. 



DESCRIPTION OF THE PREFERRED EMBODI- 
MENTS 

[0022] Preferred embodiments of the present Inven- 
tion will be explained concretely with reference to the 
accompanying drawings below. 
[0023] Figs.2A to 2E are sectional views sequentially 
showing a producing method of a laminated SOI sub- 
strate according to a first embodiment of the present 
invention. In the method of the present embodiment as 
a single crystal silicon substrate 1 in which hydrogen is 
Implanted, a substrate having no grown-in defect and no 
oxygen deposition on a surface of the substrate and no 
defect region (DZ) 6 exists on surface area as shown In 
Fio-2A, such as a hydrogen anneal substrate, an intrin- 
sic gettering (IQ) substrate or an epitaxial substrate is 
used The hydrogen anneal substrate is. prepared by 
annealing a single crystal silicon material formed by FZ 
method or the like at 1.200°C for one hour In 100% 
hydrogen atmosphere for example. First silicon film 
dioxide 2 which is an insulation material Is formed on 
the single crystal silicon substrate 1 . 
[0024] Then, hydrogen ion is ion implanted from a sur- 
face of the silicon f3m dioxkfe 2 by a dose amount of 
about 10 16 to 10 17 (atoms/an 2 ). With this operation, a 
hydrogen implantation region 3 is formed in only a pro- 
jection range region of the single crystal sificon sub- 
strate 1. 

[0025] Then, as shown in Fig.2C, a surface of the sili- 
con film dioxide 2 and a surface of another single crystal 
silicon substrate 5 are laminated at a room temperature, 
and are subjected to a thermal treatment at 400 to 
500°C, (hereby forming a large number of voids 4 in the 
hydrogen Implanted region 3 at high density. 
[0026] At that time, as shown in Hg.2D. the single 
crystal sificon substrate 1 is cleaved by the voids 4 
formed in the hydrogen implanted region 3. In the 
present embodiment since there is no crystal defect 
region on the surface area of the single crystal sfficon 
substrate 1, ft is possible to prevent the voids from 
remaining in the single crystal silicon substrate 1 unlike 
the conventional method. 

[0027] Next a thermal treatment at about 1 .000°C or 
higher Is carried out for several hours to strongly adhere 
the laminated surfaces of the siDcon file dioxide 2 and 
the single crystal silicon substrate 5. Then, as shown in 
Flg.2E. a surface of the cleaved single crystal silicon 
substrate 1 is polished to form a mirror surface to com- 
plete the SOI substrate. 

P>028] The SOI substrate produced in this manner has 
a structure shown in FIg.2E. and voids do not exist 
therein. Therefore, when a device is produced from this 
SOI substrate, it is possible to prevent a bad influence 
from being exerted on the device characteristic. 
[0029] Next a method of a second embodiment of the 
present invention wifl be explained. Figs. 3 A to 3E are 
sectional views sequentially showing a producing 
method of a laminated SOI substrate according to the 
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second embodiment of the present invention. In the 
method of the present embodiment, as a single crystal 
silicon substrate 11 in which hydrogen Is Implanted, a 
substrate provided at its surface area with a misfit dislo- 
cation region 1 7 in which a misfit dislocation is formed. s 
The single crystal silicon substrate 1 1 having the misfit 
dislocation region 17 can be easily formed by forming a 
high resistance single crystal siDcon layer on a low 
resistance substrate by epitaxial growth, or by allowing 
a single crystal silicon to eprtaxfally grow on SiQe layer, 10 
for example. First, a silicon film dioxide 12 which Is an 
insulation material is formed on the single crystal silicon 
substrate 11. 

[0030] Then, as shown In Rg.3B. hydrogen Ion Is Ion 
implanted from a surface of the silicon f 3m dioxide 12 by is 
a dose amount of about 10 16 to 10 17 (atoms/cm 2 ). With 
tWs operation, a hydrogen implantation region 13 Is 
formed in only a projection range region of the single 
crystal silicon substrate 11 and the misfit dislocation 
region 17. a, 
[0031) Then, as shown in Fig.3C. a surface of the sili- 
con f Bm cf oxide 1 2 and a surface of another single crys- 
tal silicon substrate 15 are laminated at a room 
temperature, and are subjected to a thermal treatment 
at 400 to 500°C, thereby forming a large number of 25 
voids 14 In the hydrogen implanted region 13 at high 
density. 

[0032] At that time, as shown in Fig.3D, the single 
crystal silicon substrate 11 is cleaved by the voids 14 
formed in the hydrogen implanted region 13. In the so 
present embodiment also, since there is no crystal 
defect region on the surface area of the single crystal 
silicon substrate 11, H is possible to prevent the voids 
from remaining In the single crystal silicon substrate 1 1 
unlike the conventional method. as 
[0033] Next, a thermal treatment at about 1 ,000°C or 
higher is carried out for several hours to strongly adhere 
the laminated surfaces of the silicon file dioxide 12 and 
the single crystal silicon substrate 15. Then, as shown 
in Fig.3E. a surface of the cleaved single crystal silicon 40 
substrate 11 is polished to form a mirror surface to com- 
plete the SOI substrate. 

[0034] The SOI substrate produced in this manner has 
a structure shown in Rg.3E. and voids do not exist 
therein. Therefore, as the SOI substrate produced by 4S 
the method of tfie first embodiment when a device is 
produced from this SOI substrate; it is possfcfe to pre- 
vent a bad Influence from being exerted on the device 
characteristic, 

[0035] Although a substrate having the misfit disloca- go 
Hon region is used as the single crystal sflicon substrate 
In the present embodiment, a substrate provided in its 
surface area with an oxygen deposition layer may be 
used. The substrate having the oxygen deposition layer 
is formed by cleansing a basic single crystal silicon sub- 65 
strate with hydrofluoric acid aqueous solution and they, 
by allowing a single crystal silicon layer to epftaxlafly 
grow on the basic single crystal silicon substrate. 



- A laminated SOI substrate, comprising: 

a first single crystal silicon substrate (1); 
a second single crystal silicon substrate (5V 
and 

an insulation film (2) interposed between said 
first and second single crystal silicon sub- 
strates. 

characterized in that 

said first single crystal sflicon substrate (1) has 
one kind of substrate selected from a group 
consisting of a hydrogen anneal substrate, an 
intrinsic g altering substrate and an epitaxial 
substrate. 

2. A producing method of a laminated SOI substrate, 
characterized by comprising the steps of: 

forming an Insulation film (2) on a surface of a 
first single crystal silicon substrate (1) which 
has one kind of substrate selected from a 
group consisting of a hydrogen anneal sub- 
strate, an intrinsic gettenng substrate and an: 
epitaxial substrate; 

forming a hydrogen Implantation region (3) In 
said first single crystal silicon substrate by car- 
rying out hydrogen implantation from a surface 
of said insulation film: and 
laminating said surface of said insulation fflm 
and a surface of a second single crystal silicon 
substrate (5). 

3. A producing method of a laminated SOL substrate, 
characterized by comprising the steps of: 

forming an insulation film (2) on a surface of a 
first single crystal sflicon substrate (1) which 
includes a crystal defect region (17) at a certain 
depth from a surface thereof; 
forming a hydrogen implantation region (3) in 
said first single crystal siBcon substrate (1) by 
carrying out hydrogen implantation from a sur- 
face of said insulation film; and 
laminating said surface of said insulation fflm 
and a surface of a second single crystal sflicon 
substrate (5). 

4. A producing method of a laminated SOI substrate 
according to daim 3. characterized in that said 
crystal defect region (17) Includes at least one kind 
of crystal defect selected from a group of misfit dis- 
location and oxygen deposition. 

5. A producing method of a laminated SOI substrate 
according to claim 2. characterized by further com- 
prising a step of conducting a thermal treatment at 
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a terrperature of 1 ,000°C or higher, after said step 
of laminating said surface of said Insulation fOm and 
said surface of said second single crystal silicon 
substrate. 

5 

6. A producing method of a laminated SOI substrate 
according to claim 3, characterized by further com- 
prising a step of conducting a thermal treatment at 
a terrperature of 1,000*C or higher, after said step 

of laminating said surface of said insulation f 9m and to 
said surface of said second single crystal silicon 
substrate. 

7. A producing method of a laminated SOI substrate 
according to ciaim 4. characterized in that said mis- is 
fit dislocation is generated, by forming, on a third 
single crystal silicon substrate, a single crystal sin- 
con layer having a resistance higher than that of 
said third single crystal silicon substrate by epitaxial 
growth.- 20 
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